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CAPILLARY COLUMN AND METHOD OF MAKING 



5 CROSS-REFERENCE TO RELATED APPLICATIONS 

This application is a conversion of United States Provisional 
Patent Application Serial No. 60/102,483, filed September 30, 1998 and 
10 United States Provisional Patent Application Serial No. 60/097,382, filed 
August 21, 1998. 

Technical Field 

15 

The present invention relates to a new and useful capillary column, 
e.g. for gas chromatography, and to a new and useful method of making 
such a capillary tube. 

20 Introduction 

The introduction of an open tubular column by Golay 1 about three 
decades ago, has revolutionized the analytical capability of gas 
chromatography (GC). Capillary GC is now a matured separation 

25 technique that is widely used in various fields of science and industry. 2 " 5 
Contemporary technology for the preparation of open tubular columns, is 
however, time-consuming. It consists of three major, individually- 
executed steps: 6 capillary surface deactivation, 7 static coating, 8 and 
stationary phase immobilization. 9 Involvement of multiple steps in 

30 conventional column technology increases the fabrication time and is 
likely to result in greater column-to-column variation. 
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The column deactivation step is critically important for the GC 
separation of polar compounds that are prone to undergo adsorptive 
interactions, e.g. with the silanol groups on fused silica capillary inner 
walls. In conventional column technology, deactivation is usually carried 
5 out as a separate step, and involves chemical derivatization of the surface 
silanol groups. Various reagents have been used to chemically deactivate 
the surface silanol groups. 10 ' 13 Effectiveness of these deactivation 
procedures greatly depends on the chemical structure and composition of 
the fused silica surface to which they are applied. 

10 

Of special importance are the concentration and mode of 
distribution of surface silanol groups. Because the fused silica capillary 
drawing process involves the use of high temperatures (2000°C), the 
silanol group concentration on the drawn capillary surface may initially be 

15 low due to the formation of siloxane bridges under high temperature 
drawing conditions. During subsequent storage and handling, some of 
these siloxane bridges may undergo hydrolysis due to reaction with 
environmental moisture. Thus, depending on the post-drawing history, 
even the same batch of fused silica capillary may have different 

20 concentrations of the silanol groups that may also vary by the modes of 
their distribution on the surface. 



Moreover, different degrees of reaction and adsorption activities 
are shown by different types of surface silanol groups. 14 As a result, fused 
25 silica capillaries from different batches (or even from the same batch but 
stored and/or handled under different conditions), may not produce 
identical surface characteristics after being subjected to the same 



WO 00/11463 



PCT/US99/19113 



0152.00348 -3- 

deactivation treatments. This makes surface deactivation a difficult to 
reproduce procedure. 

To overcome these difficulties, some researchers have used 
5 hydrothermal surface treatments to standardize silanol group 
concentrations and their distributions over the surface. 15 However, this 
additional step makes the lengthy column making procedure even longer. 

Static coating is another time-consuming step in conventional 
10 column technology. A typical 30-m long column may require as much as 
ten hours or more for static coating. The duration of this step may vary 
depending on the length and diameter of the capillary, and the volatility of 
the solvent used. 



15 To coat a column by the static coating technique, the fused silica 

capillary is filled with a stationary phase solution prepared in a low- 
boiling solvent. One end of the capillary is sealed (using a high viscosity 
grease or by some other means 16 ), and the other end is connected to a 
vacuum pump. Under these conditions, the solvent begins to evaporate 

20 from the capillary end connected to the vacuum pump, leaving behind the 
stationary phase that becomes deposited on the capillary inner walls as a 
thin film. Stationary phase film of desired thickness can be obtained by 
using a coating solution of appropriate concentration that can be easily 
calculated through simple equations. 17 



25 
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In static coating, two major drawbacks are encountered. First, the 
technique is excessively time consuming, and not very suitable for 
automation. Second, the physically coated stationary phase film shows a 
pronounced tendency to rearrangements that may ultimately result in 
5 droplet formation due to Rayleigh instability. 18 Such a structural change 
in the coated films may serve as a cause for the deterioration or even 
complete loss of the column's separation capability. 



To avoid these undesirable effects, static-coated stationary phase 
10 films need to be stabilized immediately after their coating. This is usually 
achieved by stationary phase immobilization through free radical cross- 
linking 19 that leads to the formation of chemical bridges between coated 
polymeric molecules of the stationary phase. In such an approach, 
stability of the coated film is achieved not through chemical bonding of 
15 the stationary phase molecules to the capillary walls, but mainly through 
an increase of their molecular size (and consequently, through decrease of 
their solubility and vapor pressure). 



Such an immobilization process has a number of drawbacks. First, 
20 polar stationary phases are difficult to immobilize by this technique. 20 
Second, free radical cross-linking reactions are difficult to control to 
ensure the same degree of cross-linking in different columns with the 
same stationary phase. Third, cross-linking reactions may lead to 
significant changes in the polymer structure, and chromatographic 
25 properties of the resulting immobilized polymer may significantly differ 
from those of the originally taken stationary phase. 9 All these drawbacks 
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add up to make column preparation by conventional techniques a 
difficult-to-control and reproduce task. 21 

Summary of the Present Invention 

5 

The present invention provides a new and useful capillary column 
and a rapid and simple method of making such a column. 

One aspect of the present invention is a new and useful capillary 
10 column for use, e.g. in gas chromatography. The capillary column 
comprises a tube structure, and a deactivated surface-bonded sol-gel 
coating on a portion of the tube structure to form a stationary phase 
coating on that portion of the tube structure. According to the present 
invention the deactivated stationary-phase sol-gel coating enables 
15 separation of analytes while minimizing adsorption of analytes on the sol- 
gel coated tube structure. 



20 



In a preferred form of the capillary column according to the 
present invention, the deactivated surface- bonded sol-gel coating is 
applied to the inner wall of the tube structure and has the formula: 
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Tube Wall ^ 
wherein ^ 

X = Residual of a deactivation reagent; 

Y = Sol-gel reaction residual of a sol-gel-active organic molecule; 
15 Z = Sol-gel precursor-forming element; 

1 = An integer > 0; 

m = An integer ^ 0; 

n = An integer ^ 0; 

p = An integer > 0; 
20 q = An integer > 0; 

and 
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1, m, n, p ? and q are not simultaneously zero. 

Dotted lines indicate the continuation of the chemical structure 
with X, Y, Z, or Hydrogen (H) in space. 



5 The method of preparing a capillary column according to the 

principles of the present invention comprise the steps of: 

a. providing a tube structure; 

b. providing a sol-gel solution comprising: 
i. a sol-gel precursor, 

10 ii. an organic material with at least one sol-gel active 

functional group, 

iii. a sol-gel catalyst, 

iv. a deactivation reagent, and 

v. a solvent system; 

1 5 c. reacting at least a portion of the tube structure with the sol- 

gel solution under controlled conditions to produce a surface-bonded sol- 
gel coating on the portion of the tube structure; 

d. expelling the sol-gel solution from the portion of the tube 
structure; and 

20 e - heating the sol-gel coated portion of the tube structure 

under controlled conditions to cause the deactivation reagent to react with 
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the surface-bonded sol-gel coating to deactivate and to condition the sol- 
gel coated portion of the tube structure. 



Preferably, the step of providing the capillary column includes 
5 providing a tube structure with an inner wall, reacting the sol-gel solution 
with the inner wall of the tube structure to form a surface-bonded sol-gel 
coating on the inner wall of the tube structure, and then applying gas 
pressure to the sol-gel solution in the tube structure to force the sol-gel 
solution out of the tube structure. 



Additionally, in the preferred form of the present invention, the 
tube structure is hydrothermally pretreated before the portion of the tube 
structure is reacted with the sol-gel solution. This technique generally 
improves the performance of the sol-gel coated tube structure, and is 
15 particularly useful with relatively long tube structures (e.g. longer than 
about 10m.). 

In this context a principal object of this invention has been to 
develop a rapid and simple method for simultaneous deactivation, coating, 

20 and stationary phase immobilization in GC. To achieve this goal, a sol- 
gel chemistry-based approach to column preparation is provided that is a 
viable alternative to conventional GC column technology. The sol-gel 
column technology eliminates the major drawbacks of conventional 
column technology through chemical bonding of the stationary phase 

25 molecules to an interfacial organic-inorganic polymer layer that evolves 
on the top of the original capillary surface. This provides a quick and 
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efficient method for the fabrication of high efficiency columns with 
enhanced thermal stability. 



These and other features and objectives of the present invention 
will become further apparent from the following detailed description and 
the accompanying drawings. 



10 Brief Description of the Drawing s 



Other advantages of the present invention will be readily 
appreciated as the same becomes better understood by reference to the 
following detailed description when considered in connection with the 
1 5 accompanying drawings wherein: 



Figure 1 is a schematic cross sectional view of a capillary column 
constructed according to the principles of the present invention; 



20 Figure 2 is a schematic end view of a capillary column constructed 

according to the principles of the present invention; 
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Figure 3 is a schematic illustration of apparatus for applying sol- 
gel coating to a capillary column according to the principles of the present 
invention; 

5 Figure 4 is a flow chart of the steps for making a capillary column 

according to the principles of the present invention; 

Figure 5 is a cross-sectional view of a 250 ^im i.d. sol-gel coated 
PDMS column obtained by scanning electronmicroscopy with a 
1 0 magnification of 240x; 

Figure 6 shows fine surface structures of a sol-gel PDMS coating 
on the inner walls of a column obtained by scanning electronmicroscopy 
with a magnification of lOOOx; 

15 

Figure 7 is a gas-chromatogram showing gas-chromatographic 
separation of aldehydes on a sol-gel coated PDMS column; 



Figure 8 is a gas-chromatographic separation of keytones on a sol- 
20 gel coated PDMS column; 
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Figure 9 shows gas-chromatic separation of dimethylphenol 
isomers on a sol-gel coated PDMS column; 



Figure 10 shows a gas-chromatographic separation of free fatty 
5 acids on a sol-gel coated PDMS column; 



Figure 11 shows the results of capillary gas-chromatographic 
separation of keytones on a sol-gel coated PDMS stationary phase; 

10 Figure 12 shows a capillary gas-chromatographic separation of 

ethanolamines on a sol-gel PDMS coated stationary phase; 

Figure 13 shows a capillary gas-chromatographic separation of C 4 - 
C 30 alcohols on a sol-gel PDMS coated stationary phase; 

15 

Figure 14 shows a capillary gas-chromatographic separation of 
C I2 -C 3i FAMESs on sol-gel PDMS stationary phase; 



Figure 15 shows a capillary gas-chromatographic separation of 
20 chlorophenols on sol-gel PDMS stationary phase; 
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Figure 16 shows capillary gas-chromatographic separation of C 18 - 
C 36 n-alkanes on a sol-gel PDMS stationary phase; 

Figure 17 shows a capillary gas-chromatographic separation of 
5 chlorophenols on sol-gel PDMS stationary phase; 



Figure 18 shows a capillary gas-chromatographic separation of 
terphenyl isomers on sol-gel PDMS stationary phase; 

10 Figure 19 shows a gas-chromatographic separation of polycyclic 

aromatic hydrocarbons on a sol-gel coated PDMS column; 

Figure 20 shows a gas-chromatographic separation of a grob 
mixture on a sol-gel coated ucon column; 

15 

Figure 21 shows a gas-chromatographic separation of a grob 
mixture on a sol-gel coated PDMS column; 



Figure 22 shows a gas-chromatographic profile of a grob text 
20 mixture on a sol-gel PMPS column; 
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Figure 23 shows a gas-chromatographic separation of THM on a 
sol-gel coated PDMS column; 

Figure 24 shows a gas-chromatographic separation of keytones on 
5 a sol-gel PMPS column; 

Figure 25 shows a gas-chromatographic separation of halogenated 
carboxylic acids on a sol-gel PDMS column; 

10 Figure 26 shows a gas-chromatographic separation of free fatty 

acids on a sol-gel PDMS column; 

Figure 27 shows a gas-chromatographic separation of aldehydes 
on a sol-gel coated Carbowax column; 

15 

Figure 28 shows a gas-chromatographic separation of isomers of 
alcohol on a sol-gel PDMS column; 

Figure 29 shows a gas-chromatographic separation of Cis- and 
20 Trans- stilbene; 
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Figure 30 shows a gas-chromatographic of xylenes on a sol-gel 
coated column; 



Figure 31 shows a gas-chromatographic separation of amines and 
5 anilines on a sol-gel PMPS column; 



Figure 32 shows a gas-chromatographic separation of glycols on a 
sol-gel PDMS column; 



Figure 33 shows free amine peak shape various injected amounts 
on a sol-gel PDMS column; 



Figure 34 shows free acid peak shape at various injected amounts 
on a sol-gel PDMS column; 

15 

Figure 35 shows gas-chromatographic separation of phenol 
derivatives on a sol-gel PMPS column; 



Figure 36 shows gas-chromatographic separation of aniline 
20 derivatives on a sol-gel Carbowax column; 
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Figure 37 shows gas-chromatographic separation of 
dimethylphenol isomers on a sol-gel Carbowax column; 

Figure 38 shows gas-chromatographic separation of keytones on a 
5 sol-gel Carbowax column; and 

Figure 39 shows gas-chromatographic separation of anilines on a 
sol-gel stationary phase made from trimethoxysilane-terminated PEG. 

10 Detailed Description 

As described above, the present invention is directed to a capillary 
column and to a method of making the capillary column. A capillary 
column constructed according to the present invention is particularly 
useful in gas chromatography, and is also intended to be useful in forming 

15 capillary columns for liquid chromatography, capillary 
electrochromatography, and supercritical fluid chromatography. 
Moreover, a capillary column constructed according to the present 
invention is intended to be useful in providing sample preconcentration, 
where an analyte sample has a relatively small concentration of a 

20 compound of interest, and there is a need for preconcentration of the 
sample to perform subsequent analysis. 

The present invention is described below in connection with the 
formation of a capillary column intended for use in gas chromatography. 
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Most generally, the present invention provides a rapid and simple 
method for simultaneous deactivation, coating, and stationary phase 
immobilization in GC. To achieve this goal, a sol-gel chemistry-based 
approach to column preparation is provided that is a viable alternative to 
5 conventional GC column technology. The sol-gel column technology 
eliminates the major drawbacks of conventional column technology 
through chemical bonding of the stationary phase molecules to an 
interfacial organic-inorganic polymer layer that evolves on the top of the 
original capillary surface. This provides a quick and efficient method for 
10 the fabrication of high efficiency columns with enhanced thermal 
stability. 

By "evolve" it is meant that a layer is deposited on the tube 
surface and either polymeries, hardens or otherwise forms and coats to a 
1 5 final state through physical and/or chemical reactions. 

In Figures 1 and 2, a capillary column 10 includes a tube structure 
12, e.g. made of fused silica, and a deactivated surface-bonded sol-gel 
coating 14 bonded to the inner wall 16 of the tube structure 12. The 
20 deactivated surface-bonded sol-gel coating 14 is applied to the inner wall 
16 of the tube structure by means of the apparatus illustrated in Figure 3 
and the method illustrated in Figure 4. 

Fused silica capillary (250jim Ld.) can be obtained from 
25 Polymicro Technologies Inc. (Phoenix, AZ, USA). HPLC-Grade 
tetrahydrofuran (THF), methylene chloride, and methanol were purchased 
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from Fisher Scientific (Pittsburgh, PA, USA). Tetramethoxysilane 
(TMOS, 99 + %), poly(methyIhydrosiloxane) (PMHS), and trifluoroacetic 
acid (containing 5% water), were purchased from Aldrich (Milwaukee, 
WI, USA) Hydroxy-terminated poly(dimethylsiloxane) (PDMS), 
5 methyl-trimethoxysilane (MTMS) and trimethylmethoxysilane (TMMS) 
were purchased from United Chemical Technologies, Inc. (Bristol, PA, 
USA). Ucon 75-H-90,000 polymer was obtained from Alltech (Deerfield, 
IL,USA). 

10 A capillary column according to the present invention basically 

comprises a tube, and a deactivated surface-bonded sol-gel coating on a 
portion of the tube to form a solid phase microextraction coating on that 
portion of the fiber. The solid phase microextraction coating is capable of 
preconcentrating trace organic compounds in various matrices. The solid 

1 5 phase microextraction-coating has the formula: 



20 




V 
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5 wherein, 

X = Residual of a deactivation reagent (e.g., 
polymethylhydrosiloxane (PMHS), hexamethyldisilazane (HMDS), etc.); 

Y = Sol-gel reaction residual of a sol-gel active organic 
molecule (e.g., molecules with hydroxysilane or alkoxysilane monomers, 
10 such as, polydimethylsiloxane (PDMS), polymethylphenylsiloxane 
(PMPS), polydimethyldiphenylsiloxane (PDMDPS), polyethylene glycol 
(PEG) and related polymers like Carbowax 20M, polyalkylene glycol 
such as Ucon, macrocyclic molecules like cyclodextrins, crown ethers, 
calixarenes, alkyl moieties like octadecyl, octyl, etc. 

15 Z = Sol-gel precursor-forming chemical element (e.g., Si, 

Al, Ti, Zr, etc.) 

1 = An integer > 0; 

m = An integer > 0; 

n = An integer > 0; 

20 p - An integer > 0; 

q = An integer > 0; 



and 
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1, m, n, p, and q are not simultaneously zero. 

Dotted lines indicate the continuation of the chemical structure 
with X, Y, Z, or Hydrogen (H) in space, 

5 The preparation of the sol-gel coating includes the steps of providing the 
tube structure, providing a sol-gel solution comprising a sol-gel precursor, 
an organic material with at least one sol-gel active functional group, a sol- 
gel catalyst, a deactivation reagent, and a solvent system. The sol-gel 
solution is then reacted with a portion of the tube (e.g., inner surface) 

10 under controlled conditions to produce a surface bonded sol-gel coating 
on the portion of the tube. The solution is then removed from the tube 
under pressure of an inert gas and is heated under controlled conditions to 
cause the deactivation reagent to react with the surface bonded sol-gel 
coating to deactivate and to condition the sol-gel coated portion of the 

15 tube structure. Preferably, the sol-gel precursor includes an alkoxy 
compound. The organic material includes a monomelic or polymeric 
material with at least one sol-gel active functional group. The sol-gel 
catalyst is taken from the group consisting of an acid, a base and a 
fluoride compound, and the deactivation reagent includes a material 

20 reactive to polar functional groups (e.g., hydroxyl groups) bonded to the 
sol-gel precursor-forming element in the coating or to the tube structure. 

Further details of the preferred materials for use in forming the 
deactivated sol-gel coating are found in Table 1. 

25 



WO 00/11463 



PCTYUS99/19113 



0152.00348 -20- 

Gas chromatographic experiments have been carried out on a 
Shimadzu Model 14A capillary GC system. A Jeol Model JSM-35 
scanning electron microscope has been used for the investigation of 
coated surfaces. A homemade capillary filling device 22 has been used for 
5 filling the capillary with the coating sol solution using nitrogen pressure. 
A Microcentaur Model APO 5760 centrifuge has been used to separate the 
sol solution from the precipitate. A Fisher Model G-560 Vortex Genie 2 
system has been used for thorough mixing of various solution ingredients. 
A Bamstead Model 04741 Nanopure deionized water system was used to 
1 0 obtain 1 7.8 MQ water. 



To prepare an open tubular sol-gel column, a fused silica tube 12 
of appropriate length and diameter is first rinsed with 5 mL of methylene 
chloride to clean its inner surface which is then dried by purging with an 

15 inert gas. A sol solution is prepared using an alkoxide-based precursor, a 
hydroxy-terminated stationary phase, a surface derivatizing reagent, and a 
catalyst dissolved in a suitable solvent system. The sol solution is then 
centrifuged to remove the precipitates (if any). The tube 12 is filled with 
the clear sol solution, allowing the latter to stay inside the capillary for a 

20 controlled period. As seen in Figure 3 the capillary filling and purging 
device comprises a pressurizable air-tight metallic chamber 18 (2.2 cm i.d. 
and 2.5 cm o.d.). One end of this chamber is fitted with a metallic cross 
20. The three free limbs of the cross are threaded at the ends. Each of 
the two horizontal limbs is connected with an on-off valve 22. One limb 

25 is connected to a delivery line from a pressurized helium tank, and serves 
as the inlet for the capillary filling and purging device. The other 
horizontal limb serves as the outlet. The bottom end of the chamber 18 is 
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threaded, and equipped with a removable metallic cap 24 with threads that 
provide an airtight seal. 

One end of the capillary passes through a rubber septum in the 
5 vertical limb of the cross down forming an airtight seal at the top end of 
the chamber with the help of a metallic nut. A plastic vial 26 containing 
the sol-gel solution is placed on the bottom cap of the system so that the 
end of the capillary is submerged in the sol-gel solution. The cap 24 is 
then tightened forming an airtight seal at the bottom end of the chamber. 

10 The inlet valve is opened to allow helium to enter the chamber and 
generate a pressure level of 80 psi. The outlet valve is kept closed. Under 
these conditions, the sol-gel solution enters the capillary and gradually 
fills it. When the capillary is completely filled with the sol-gel solution, 
the inlet gas is turned off, and the outlet valve is opened slowly. The 

15 outlet end of the capillary is sealed with a piece of rubber septum, and the 
solution is allowed to stay inside the capillary for a controlled period of 
time (usually 20-30 minutes). After this, the sol-gel solution is expelled 
from the capillary under the same pressure by closing the outlet valve 
first, and the opening the in valve. 

20 

The surface-bonded coating 14 formed as a result of sol-gel 
reactions inside the capillary is then dried by purging it with an inert gas 
flow. The coated capillary is conditioned at an appropriate temperature 
determined by the upper temperature limit for the stationary phase. This 
25 heating step deactivates the coating as described further below. Prior to 
first-time operation, the capillary column is rinsed with 1 mL of 
methylene chloride, and dried with helium purge. Sol-gel open tubular 
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columns have been prepared using four different hydroxy-terminated 
stationary phases: (a) Ucon-75-H-90,000, (b) polydimethylsiloxane 
(PDMS), (c) polymethylphenylsiloxane (PMPS), and (d) Carbowax 
(polyethylene glycol). Polyethylene glycol (PEG)-silane columns were 
5 also used. The key ingredients of sol solutions used to prepare these 
columns are listed in Tables 1 and 2. 

Preparation of Sol-Gel Ucon Columns 

10 To prepare the sol solution for the Ucon column, 0.1 87g of Ucon 

75-H-90000 was dissolved in 500 jaL of methylene chloride using a 
Vortex shaker. A 100 jiL volume of tetramethoxysilane (TMOS) and 45 
\xL trifluoroacetic acid (TFA) with 5% added water were then sequentially 
added with thorough mixing (while 5% added water to the TFA is 

15 currently preferred, it is believed that other amounts of added water may 
be used). The resulting solution was centrifuged. The clear liquid (sol) 
from the top was transferred to a clean vial. It was further used to fill a 
previously cleaned and dried fused silica capillary (10m x 250 jim i.d.), 
using a nitrogen pressure of 100 psi. The solution was expelled from the 

20 column under the same nitrogen pressure after allowing it to stay inside 
the capillary for 30 minutes. The capillary was then purged with nitrogen 
(100 psi) for 30 minutes, followed by temperature programmed heating 
from 40°C to 250°C at a rate of 1°C min." 1 using continued purging with 
helium. The column was held at the final temperature for two hours. 



25 
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Preparation of Sol-gel PDMS Columns 

The preparation of sol-gel PDMS columns were performed as 
follows: 

Steps Involved in Hvdrothermal Treatment 

5 (1) Fill the fused silica capillary with deionized (DI) water 

under an inert gas pressure (e.g., Helium, 80 psi); 

(2) Expel the deionized water from the capillary under the 
same gas pressure; 

(3) Purge the capillary with helium (e.g., under 80 psi helium 
10 pressure) for 30 minutes; 

(4) Seal both ends of the capillary (e.g., with an oxyacetylene 

flame); 

(5) Heat the capillary by programming the temperature from 
40°C to 250°C at 4°C/min., and hold the temperature at 250°C for two 

15 hours; 

(6) Cool down the capillary to the room temperature; 

(7) Open both ends of the using is cutting tool (e.g., an 
alumina wafer); 

(8) Connect one end of the capillary to the injector of a GC 
20 system; 



(9) Pass helium through the capillary under 100 kPa pressure; 
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(10) Heat the capillary from 40°C to 200°C, and hold the 
temperture at 200°C for two hours. 



Preparation of Sol-gel Solution 

5 To prepare a 20 m x 250 jim Ld. fused silica capillary sol-gel 

PDMS column*: 

(1) Take 0.4 g of hydroxy-terminated PDMS in a clean vial 
(e.g., polypropylene vial); 

(2) Add 400 \xL of methylene chloride; 

10 (3) Add 200jaL of methyltrimethoxysilane (MTMOS); 

(4) Vortex the mixture for two minutes; 

(5) Add 0.085 g of poiymethylhydrosiloxane (PMHS); 

(6) Vortex the mixture for two minutes; 

(7) Add 200 |iL of TFA with 0,5% (v/v) of added water; 
1 5 (8) Vortex the mixture for two minutes; 

(9) Centrifuge the solution for three minutes at 13000 RPM 
(15,682 G); 

(10) Decant the clear solution from the top into another clean 

vial. 

20 
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*To prepare column of different lengths and dimensions different overall 
volumes of the solution can be prepared by maintaining the same 
proportions of the individual components. 

5 Preparation of a Sol-Gel PDMS Column 

(1) Select the desired length and dimensions of the fused silica 
capillary; 

(2) Fill the capillary with the sol-gel solution under helium 
pressure (e.g., 80 psi) using a homemade filling device (Figure 3); 

10 (3) Reduce the capillary inlet pressure to ambient value (1 

atm) by turning off the capillary inlet valve and opening the outlet valve 
(22, Figure 3); 

(4) Seal the exit end of the capillary (e.g., using a rubber 
septum); 

15 (5) Allow the sol-gel solution to stay inside the capillary 

undisturbed for a controlled period of time (e.g., 20 minutes), still keeping 
the inlet end of the capillary inside the remaining sol solution in the vial; 

(6) After the selected residence time (e.g., 20 minutes), 
remove the sol solution vial, and expel the sol solution from the capillary 

20 under the helium pressure of the same magnitude as was used for filling 
the capillary; 

(7) Purge the capillary with helium (e.g., under 80 psi) for one 

hour; 

(8) Heat the capillary column by programming the temperature 
25 from 40°C to 350°C at l°C/min., simultaneously purging the capillary 
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column with helium (e.g., under 100 kPa). Continue to heat and purge the 
column at 350°C for five hours. 

Moreover, in forming both the Ucon and PDMS columns, it is 
5 preferable to hydrothermally treat the fused silica tube before applying the 
sol-gel coating. 

The foregoing techniques for forming capillary columns are 
believed to overcome the following limitations of current gas 

10 chromatography capillary column construction: (a) strong dependence of 
fused silica surface properties on thermal conditions for their industrial 
manufacture, and on post-drawing storage/handling environments, (b) 
multi-step technology with difficult-to-reproduce processes and reactions, 
(c) lengthy and cumbersome individual steps that make the technology 

15 excessively time-consuming, and is directly related to the cost of 
commercially manufactured columns, and (d) lack of stable, chemical 
bonding between the stationary phase film and the column walls that 
limits the column thermal stability and lifetime. 

20 The first limitation presents an obstacle to the effective column 

deactivation through derivatization of silanol groups on the original 
capillary inner surface. For such an approach to be consistent, the surface 
derivatization chemistry should be applied to fused silica capillary 
surfaces with identical or close surface characteristics (e.g., concentration 

25 and distribution of surface silanol groups). As was mentioned before, 
these surface characteristics of fused silica capillaries may greatly vary 



WO 00/11463 



PCT/US99/19113 



0152.00348 -27- 

from batch-to-batch and even within the same batch. Thus, the problem 
of consistent column deactivation now translates into the problem of 
preparing capillary surfaces with consistent silanol concentration and 
distribution. It is believed that conventional deactivation procedures that 
5 are based on the derivatization of silanol groups on the original capillary 
surface are likely to be limited in their effectiveness and consistency. 
Here, the problems of surface derivatization chemistry combine with the 
challenges of consistent surface generation and turn into a difficult 
problem to solve. 

10 

In the sol-gel approach of the present invention, the column 
deactivation problem is viewed from a different perspective. Instead of 
trying to achieve consistent deactivation through derivatization of 
capillary walls that often have widely different surface characteristics, the 

15 present invention provides for creating a surface-bonded organic- 
inorganic sol-gel layer on the top of the original capillary surface. In this 
approach, the original surface serves just as an anchoring substrate for the 
newly evolving sol-gel top layer before the original surface gets "buried" 
to disappear in the background. Deactivation takes place as an integral 

20 part of the top layer formation during its evolution from solution. The 
concept of column deactivation finds a wider meaning, extending the 
silanol derivatization process from the surface into the bulk of the coating, 
Silanol concentration on the original surface is not likely to have any 
influence on the deactivation of the top sol-gel coating. 

25 

Additionally, according to the present invention, the inherent 
advantages of sol-gel processes to conduct chemical reactions in solution 
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under extraordinarily mild thermal conditions are employed to achieve 
surface pretreatment, deactivation, coating, and stationary phase 
immobilization in a single step. Coating solutions are designed to contain 
sol-gel-active ingredients that can concurrently undergo liquid-phase 
5 reactions inside the capillary and produce a well deactivated, surface- 
bonded coating. An important aspect of the sol-gel column technology is 
that the stationary phase itself can serve as a deactivation reagent. 
Hydroxy-terminated stationary phases are used that can chemically bind 
with the silanol groups of the growing 3-D network of the sol-gel polymer 

10 to form an organic-inorganic composite coating. Deactivation is 
spontaneously achieved as a consequence of the bonding of stationary 
phase molecules to the evolving sol-gel network. Such chemical bonding 
also provides strong immobilization of the stationary phase without 
requiring any free radical cross-linking reactions. Thus, the sol-gel 

15 chemistry-based new approach to column technology effectively 
combines column coating, deactivation, and immobilization procedures 
into a single step. Being a single step procedure, the news column 
technology is fast, cost-effective, and easy to reproduce. 



20 The choice of the solvent system, catalyst, and other sol solution 

ingredients plays an important role in sol-gel column technology. Tables 
1 and 2 list the key ingredients used to prepare columns with two different 
stationary phases: (a) Ucon - a polyalkylene glycol type polar material, 
and (b) hydroxy-terminated polydimethylsiloxane (PDMS). For both 

25 types of columns, the sol-gel reactions were conducted in an organic-rich 
solvent system. Methylene chloride was used as the solvent, and 
trifluoroacetic acid (containing 5% water) served as the catalyst. Neither 
of these is a typical ingredient for sol-gel processes, since sol-gel 
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reactions are frequently conducted in water-rich solvent systems, and 
catalyzed either by a strong inorganic acid or a strong base. However, use 
of the above-mentioned chemicals allowed significant acceleration of the 
gelation process - a factor which is important for speedy fabrication of 
5 columns by sol-gel technique. 



Trifluoroacetic acid served multiple purposes: as a catalyst, a 
solvent, and a source of water. TFA is a strong organic acid with a pKa 
value of 0.3. 23 Carboxyiic acids with pKa values smaller than 4, as was 

10 shown by Sharp, 24 can provide enhanced gelation speeds that are a few 
orders of magnitude higher than that provided by an acid with pKa value 
of greater than 4.0. The key sol-gel reactions involved in the coating 
procedure are: (I) catalytic hydrolysis of the alkoxide precursor, (II) 
polycondensation of the hydrolyzed products into a three-dimensional sol- 

15 gel network, (III) chemical bonding of hydroxy-terminated PDMS to the 
evolving sol-gel network, and (IV) chemical anchoring of the evolving 
sol-gel polymer to the inner walls of the capillary. Schematically, these 
reactions can be represented by the following equations: 
Scheme I. Chemical reactions involved in sol-gel coating with 

20 hydroxy-terminated PDMS stationary phase. 

I. Hydrolysis of the sol-gel precursor: 

(R - aikyl or alkoxy groups, and R' = aikyl or hydroxy functionalities) 



i Catalyst' j 
CE 3 0_SI_OCH 3 + E 2 0 1^ HG—Si—GH + CH 3 OE 

25 icH, is 
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II. Polycondensation of Hydrolyzed products: 



5 
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Si— (O — Si- 

in be bo 



OH OE 

HO 
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10 



IE. Condensation of hydroxy-terminated PDMS molecules to the 
evolving sol-gel network: 



GO CH 3 CH 3 CH 3 

- G — Ji-X O — Si->-GH + HO— Si— O-fii— O^-ii— OH 

b O CH 3 CS 3 CH 3 

II 

O b CH3 CH3 CH 3 

s O— Si-4 O— Si-)- O— Si— D-4 Li —0±- ii— OH 

O O CH 3 tfis CH 3 
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IV. Chemical anchoring of the sol-gel network to the capillary walls to 
form a surface-bonded coating: 




G 



O 



^ ca 3 ch 3 ch 3 

HO_ li-(-0_Si4-0_ Si— Q-4 k— O^- k— OH 
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I— GH 
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CE 3 CE 3 



Watt-bonded PDM5 CQatiog 



■ OH 



15 



As can be seen from ais reaction scheme, the sol-gel procedure 
represents a dynamic process leading to the evolution of an organic- 
inorganic stationary phase coating chemically bonded to the original 
surface. This opens new possibilities to fine-tune the constitutional 
attributes of the stationary phase (from pure inorganic to pure organic) by 
controlling the organic/inorganic compositions in the coating sol solution. 



Conventionally, tetraalkoxysilanes are used as the sol-gel 
20 precursors. 25 However, the use of alkyl or aryl derivatives of 
tetraalkoxysilanes as precursors may provide important advantages. Sol- 
gel polymers obtained by using these derivative precursors possess more 
open structures that provide them the flexibility to effectively release the 
capillary stress generated during drying of the coated surface (gel). 26 The 
25 absence of such a stress-relieving mechanism (e.g., in gels formed from 
tetraalkoxysilane precursors) may lead to cracking and shrinking of the 
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coating. This, in turn, may have negative consequences on 
chromatographic performances of the prepared columns. 

Figure 5 represents a cross-sectional view of a sol-gel coated 
5 PDMS column obtained by scanning electron microscopy (SEM) with a 
magnification of 240. The sol-gel coating is clearly visible as a thin layer 
on the inner surface of the capillary. Figure 5 also shows a surface 
roughening effect due to sol-gel processes on the capillary inner walls. 
An SEM surface view of the sol-gel coating is presented in Figure 6. 
10 Here, about four times higher magnification (1000) was used. Figure 6 
reveals some fine structural details of this roughened surface. 

From a column technology point of view, this surface roughening 
effect is important since it should provide enhanced surface area for the 

15 solute/stationary phase interaction during chromatographic separations. It 
should also provide enhanced sample capacity for the sol-gel coated 
columns compared with the conventional wall-coated columns. Figures 
7-19 are gas chromatograms obtained on sol-gel coated capillary columns 
made according to the principles of the present invention. The appendices 

20 describe the experimental conditions under which the columns and 
chromatograms were produced. As seen from those appendices, the 
capillary columns provided effective separation of both polar and non- 
polar analytes. Retention time repeatability data for the components of 
Grob test mixture is presented in Table 3. The table shows standard 

25 deviation in retention time for 13 replicates measurements was less than 
0.3% for all the components, except for the two early eluting n-alkanes. 
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Sol-gel column technology allows to solve these and other 
difficult separation problems by using conventional stationary phases (e.g. 
PDMS) in combination with a deactivation reagent (e.g., 
poiymethylhydrosiloxane, PMHS) n the coating sol solution. PMHS are 

5 well-known surface deactivation reagents that contain chemically reactive 
hydrogen atoms for effective derivatization of silanol groups at elevated 
temperatures. 46 In contrast to conventional GC column technology, the 
sol-gel approach does not require any additional steps to deactivate the 
column using these reagents. It simply requires the addition of 

10 appropriate amounts of PMHS to the coating sol solution. After sol-gel 
coating, the newly created surface layer will contain physically bound 
molecules of PMHS that will perform the deactivation reaction during the 
column conditioning step, according to the reaction presented in Scheme 

n. 

15 Scheme II. Deactivation of surface-bonded sol-gel PDMS coating with 
poiymethylhydrosiloxane (PMHS) 



20 





(Snr&cs-boaded Sol-gel PBMS Coating) 



{Polymetkylkydrosflosaiie, PMHS) 




CS 3 CSy CHa CSi 
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Addition of PMHS to the coating solution provided enhanced 
deactivation of the column evidenced from the perfect peak shapes of free 
fatty acids presented in Figure 10. High efficiency separation of isomeric 
phenol derivatives (that are also acidic in nature) on a sol-gel PDMS 
5 column with PMHS deactivation is illustrated in Figure 5. Excellent 
separation of these acidic compounds were achieved under mild thermal 
conditions using the sol-gel column with organic-inorganic composite 
coating. 



10 Sol-gel coatings showed significant thermal stability advantage 

over those conventionally obtained by the static coating technique. It 
should be pointed out that the sol-gel technology provides high thermal 
stability not only to thin coatings (df < l^m) as are used in gas 
chromatography, but also to coatings that are a few orders of magnitude 

15 thicker. From this perspective, sol-gel technology has much to offer in 
creating thick, stable coatings (10-100 jam). 



The enhanced thermal stability of sol-gel coatings may be 
attributed to the formation of strong chemical bonds between the hydroxy- 

20 terminated stationary phase and the surface-bonded silica substrate. 
Unlike conventional approaches to high temperature use of OH- 
terminated stationary phases, 49 ' 51 the sol-gel approach does not require the 
use of glass substrates, 49 extensive leaching of their surfaces 50 , or high- 
temperature immobilization 51 of the stationary phase. Figures 21-39 

25 demonstrate the ability of the present invention various separations on 
various columns. The mixtures separated effectively by the present 
invention range from grob mixtures to a collection of keytones and 



WO 00/11463 



PCT/US99/19113 



0152.00348 -35- 

halogenated carboxylic acids as well as fatty acids. The present invention 
is also shown, for example in Figure 28, to be able to separate isomers of 
alcohol as well as Cis- and Trans- stilbene. The various figures also 
demonstrate the use of various columns, such as PDMS column, PMPS 
5 column, Carbowax column and Ucon. 

Table 4 summarizes the free fatty acid retention time repeatability 
on the sol-gel column made in accordance with the present invention. 
Soludes tested include a range of various fatty acids, the average retention 
10 times being distinct. The table shows the conditions that were utilized. 

Table 5 shows a comparison of general polarities of conventional 
and sol-gel GC columns. The distinctions of the various columns are 
significant. 

15 

Table 6 shows the AH of solute-stationary phase interactions in 
sol-gel columns. The column lists a range of temperatures (K) and the AH 
in kJ/mole. n-tridecane and n-heptanol were utilized. Sol-gel PDMS, 
DMDPS, and Ucon were utilized. Table 7 shows the AS of solute 
20 stationary phase interactions in sol-gel columns, the same columns being 
used in Table 7 as were used in Table 6. 

Table 8 shows the t* repeatability data for the grob test mixture 
utilizing three columns in accordance with the present invention. The 
25 conditions used are shown at the bottom of Table 8. 
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Table 9 shows the column to column repeatability of separation 
factor (a) on 7 sol-gel coated PDMS columns. The repeatability is shown 
to be quite significant between the various columns. The conditions used 
5 are disclosed at the bottom of Table 9. 

It is believed the potential of sol-gel chemistry in analytical 
microseparations is significant. It presents a universal approach to 
creating advanced material systems 53 including those based on alumina, 

10 titania, and zirconia that have not been adequately evaluated in 
conventional separation column technology. Thus, the sol-gel chemistry- 
based column technology has the potential to effectively utilize advanced 
material properties to fill this gap. Although this prospective approach is 
just making its first steps in analytical microseparations, it poses a bright 

15 prospect for being widely applied in a diverse range of analytical 
separation techniques. 

CONCLUSION 

20 A sol-gel chemistry-based novel approach to column technology is 

presented for high resolution capillary GC that provides a speedy way of 
surface roughening, deactivation, coating, and stationary phase 
immobilization - all carried out in a single step. Unlike conventional 
column technology in which these procedures are carried out as 

25 individual, time-consuming, steps, the new technology can achieve all 
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these just by filling a capillary with a sol solution of appropriate 
composition, and allowing it to stay inside the capillary for a controlled 
period, followed by inert gas purging and conditioning of the capillary. 
The new technology greatly simplifies the methodology for the 
5 preparation of high efficiency GC columns, and offers an opportunity to 
reduce the column preparation time at least by a factor of ten. Being 
simple in technical execution, the new technology is very suitable for 
automation and mass production. Columns prepared by the new 
technology provide significantly superior thermal stability due to direct 

10 chemical bonding of the stationary phase coating to the capillary walls. 
Enhanced surface area of the columns, as evidenced by SEM results, 
should provide a sample-capacity advantage to the sol-gel columns. The 
new methodology provides excellent surface deactivation quality, which 
is either comparable with or superior to that obtained by conventional 

15 techniques. This is supported by examples of high efficiency separations 
obtained for polar compounds including free fatty acids, amines, alcohols, 
diols, aldehydes and ketones. The new technology is universal in nature, 
and is equally applicable to other microseparation and sample preparation 
techniques including CE, SFC, LC, CEC, and SPME. The sol-gel column 

20 technology has the potential to offer a viable alternative to existing 
methods for column preparation in microseparation techniques. 



The foregoing description relates to a technique for forming a 
capillary column for use in gas chromatography. However, the principles 
25 of the present invention can also be used to form capillary columns for use 
in liquid chromatography, capillary electrochromatography, supercritical 
fluid chromatography, as well as preconcentrators where a compound of 
interest is present in very small concentrations in a sample. 
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Free Fatty Acid Retention Time 
Repeatability on a Sol-gel Column 



Solutes Average retention SD RSD(%) 

Time(min) (min) 



acetic acid 


0.98 


2.51 


X 


10^ 


0.26 


propionic acid 


1-71 


5.62 


X 


io- 3 


0.33 


butyric acid 


2.78 


8.49 


X 


10° 


0.31 


isovaleric acid 


3.56 


6.44 


X 


IO 3 


0.18 


valeric acid 


4.18 


9.21 


X 


10° 


0.22 


hexanoic acid 


5.69 


6.86 


X 


IO" 3 


0.12 


2-ethylhexanoic acid 


8.01 


6.85 


X 


IO' 3 


0.09 


octanoic acid 


8.76 


4.69 


X 


IO 3 


0.05 


nonanoic acid 


10.24 


435 


X 


IO" 3 


0.04 


decanoic acid 


11.64 


4.43 


X 


10 3 


0.04 


undecanoic acid 


12.99 


2.79 


X 


IO* 3 


0.02 


lauric acid 


14.27 


2.70 


X 


io- 3 


0.02 


tridecanoic acid 


15.49 


2.79 


X 


IO" 3 


0.02 


myristic acid 


16.66 


4.55 


X 


IO 3 


0.03 


pentadecanoic acid 


17.76 


4.01 


X 


IO" 3 


0.02 


palmitic acid 


18.82 


2.84 


X 


10 3 


0.02 


stearic acid 


20.81 


4.26 


X 


IO" 3 


0.02 



Conditions: column, 10m x 250 jam fused silica capillary; stationary 
phase, hydroxy-terminated PDMS; carrier gas, helium; injection, split 
(100:1, 330 D C); detector, FID, 350°C; column temperature, 40°C at 
6°C/min. 
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CLAIMS 

What is claimed is: 

5 LA capillary column comprising: 

a. a tube structure, and 

b. a deactivated surface-bonded soi-gei coating on a portion 
of the tube structure to form a stationary phase coating on that portion of 
the tube structure, 

0 said deactivated stationary-phase sol-gel coating enabling 

separation of analytes while minimizing adsorption of analytes on the sol- 
gel coated tube structure. 



2. A capillary column as set forth in claim 1, wherein said 
15 deactivated surface-bonded sol-gel-coating on the portion of the tube 
structure has the formula: 

-(-2-Q^X ^ 

20 9 " ' \ I 

Tubs Wall o 

V 
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wherein, 

X = Residual of a deactivation reagent; 

Y = Sol-gel reaction residual of a sol-gel-active organic molecule; 
Z = Sol-gel precursor-forming element; 
5 1 = An integer ^ 0; 

m = An integer > 0; 
n = An integer ^ 0; 
p = An integer ^ 0; 
q = An integer £0; 

10 and 

1, m, n, p, and q are not simultaneously zero* 

Dotted lines indicate the continuation of the chemical structure 
with X ? Y 7 Z, or Hydrogen (H) in space* 

15 3. A capillary column as in claim 2 wherein the residual of 

the deactivation reagent is selected from the group including 
polymethylhydrosiloxane and hexamethyidisilazane. 

4. A capillary column as in claim 2 wherein said sol-gel 
20' reaction residual is selected from the group including molecules with 
hydroxysiiane or alkoxysilane functional groups or a combination thereof, 
either polymers or monomers, such as polydimethylsiloxane (PDMS), 
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polymethylpiienyisiloxane (PMPS), polydirnethyldiphenyisiloxane 
(PDMDPS), polyethylene glycol (PEG) and related polymers like 
Carbowax 20M, polyaikyiene glycol such as Ucon, macrocyclic 
molecules like cyclodextrins, crown ethers, calixarenes, atkyl moieties 
5 like octadecyl, and octyl. 

5. A capillary column as in claim 2 wherein said sol-gel 
precursor forming element is selected from the group including Si, Al, Ti, 
andZr. 

10 

6. A method of preparing a capillary column comprising the 
steps of: 

a. providing as tube structure; 

b. providing a sol-gel solution comprising: 
15 La sol-gel precursor, 

ii. an organic material with at least one sol-gel active 
functional group, 

iii. a sol-gel catalyst, 

iv. a deactivation reagent, and 
20 v. a solvent system; 
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c. reacting at least a portion of the tube structure with the sol- 
gel solution under controlled conditions to produce as surface-bonded sol- 
gel coating on the portion of the tube structure; 

d. expelling the sol-gel solution from the portion of the tube 
5 structure; and 

e. heating the coated portion of the tube structure under 
controlled conditions to cause the deactivation reagent to react with the 
surface-bonded sol-gel coating to deactivate and to condition the sol-gel 
coated portion of the tube structure. 

10 

7. A method as set forth in claim 6, including the step of 
hydrothermally pretreating the tube structure before reacting the portion 
of the tube structure with the sol-gel solution. 

15 8. A method as set forth in claim 7, wherein the step of 

providing the tube structure comprises providing a tube structure with an 
inner wall, reacting the sol-gel solution with the inner wall of the tube 
structure for a period less than 1 hour to form a surface-bonded sol-gel 
coating on the inner wall of the tube structure, and then applying gas 

20 pressure to the sol-gel solution in the tube structure to expel the sol-gel 
solution from the tube structure. 
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9. A method as set forth in claim 3, wherein the sol-gel 
precursor comprises an alkoxy compound, the organic material comprises 
monomeric or polymeric material with at least one sol-gel active 
functional group, the sol-gel catalyst is taken from a group consisting of 

5 an acid, a base and a fluoride compound, and the deactivation reagent 
comprises a material reactive to hydroxyl groups bonded to the sol-gel 
precursor forming element or to the tube wail surface. 

10. A method of preparing a capillary column by 

10 simultaneously deactivating, coating and immobilizing a stationary phase 
on a tube structure. 

1 1. A method as set forth in claim 10 further defined as 
chemically bonding stationary phase molecules to an interfacial organic- 

15 inorganic polymer layer, the polymer layer evolving over a surface of the 
tube structure. 
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Docket No, 
0133-003% 



Declaration and Power of Attorney For Patent Application 

i 

English Language Declaration 



Aa a below named Inventor, I hereby declare ths t 



Ify resid&te^ post office address and citizenship are as stated below next to my name, 

f bafieve \ am tiie origin finst and aole inventor Of onfy one name is fisted betew) or an original. 
tlrsT and joint inventor (rf £ferai nam«« are fisted fcetow) of the subject matter which is daJmsd snd for 
xtftich a patent is sought brt the Invention entitled 
CAPHXAjftY COLUMN ANH METHOD OF MaKB*G 



^ the specffiaatfon oFWtich 

: (check one) 

; S is attached hereto. 
Q wss fifed on 



Application Number _ 
and was amended eft 



SS United Stales Application No- or PCT International 



t hereby state that 1 hstv£ fieviswad and understand the contante of tha above kten«ted spedflcafJca 
including the cfefzn*, as awmd^sd by any amendment referred to above- 

] acknowledge tha duty to disdosa to the United States Patent and Trademark Office all ^rrrartlw 
know to me to ba materia* to patentability as defined in "fitte 37, Cod* of " Federal Regulations, 
Secdoni.se. 

Jit ; 

t hsrsby daim foreign priority benefits urule- Title 35, lintel St«*»a c©d<&, section 1i9( 3 h*0 or 
Sectfon 365(b) of any fomign appfic^fldn(i) for patent or invento?s carWcate, or^xcfan 385(a) -af ' 
any PCT International SppfeafoQ wWdfc dtegrwtod at teas* one country other thap t5e United. states, 
fated betow and hawe also Werrtrfcad below, &J chadong the box, any foreign appfcstion fer patent or 
coventor's certificate or PCT International gpplicaiidrt having a filing dam befora that of the application 
on which priority rs claimed. 



Prior Foroign AppHcsfion(s) 



Priority NetOslmecf 



Q 



(Country) 



{Number} 



{Country) 



(Number) 



(Couatry) 



(Osy/MontiVYaar Red) - 
1 1 i . o 

(Day/Moitth/Ywr Filed] 
, G 

(D^r/Manthnrear Rlod) 
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I. hereby dairn the benefit under 35 LLS.C. S«ft>n 119(e) of any "United States proviskic&l 
application^) listed below: 







(Appticstfon Serial Mo.) 


(Fifing Date) ■ 






(Application Serial No.) 


(RHUS P 3 ^) 


(Apptotton Sortai No.) 


(Ring OatCe) 



I hereby claim the benefit under 35 U. S- C Section 120 of any United States appCcato^s), or 
Section 365(c) erf any PCT international applicafion deaigittifing The- United States, Bated below and,. 
_ insofar as the subject matter of *ach of the claims of this application is not disclosed jh tft® prior 
- Untied States or PCT Jntematsonaf application in the manner provided by the Aral paragraph of 35 
fi US.G> Sectten 112, I admouriedge the duty to cfiectose to the United States Patent and Trademark 
jl Office all infomnatioip known to me to 'be material to patentability as defined in Trtie 37, C. F, R„, 
Section. 1SS whicti became available between Che filing date of the prtor application and the national 
m or PCT international fiKng data of this application: 



(Application Sferial No,} (FiBngQ«E) t (Status) 

(paterrt&tf, pending,, ateftfopdrf) 



(AppBcafion Serial Mo.) (F Hng Date) {S&ius) 

(patented, pinding^ abancsened) 



(Application Serial No.) , (Filing Date} (Statics} 

(patented, pencSng. abandoned) 

J hereby declare that all statements made herein of my own. fcnewriedge are frue and that ail 
statements made on informoftorv and belief am befteved to fee true; and forth *r thart ti^ea© atatamones 
w«ne made with the lanawtedge that wflSffuf fete a statements and the like so made are puntehaWe by 
fine or imprisonment or both, under Section iC/Di of TJfle 13 of ft© United States Code and ttet such 
*3ffy fals« statement* may jeopardize the validity of the application or any patent issued thcreeru 



" ^ , ,Page3cf2 

! 

* ; 

r 

POWER OF ATTORNEY; As a named mentor, t hereby appoint the failcwng attamey(s) ahdtor " [ 
'aseat(^) ta prosecute tfr>s application* andh transact ail business «i the Patent and Trademark Office 
connected therewith, flfef name an&regtstmtfon n 'im&arj . 



Sand Corrospondwica to: KaaggQiIKplm 
. ^ ICohn A Associates 



3QS0O rfarthvr^catera Bugs Suite <*IO 

^ Direct Telephone Calls to: (norm had taksphcno number) 

J" Xanana L Ifrdm (24SD 539^5030 



PuDiwtee/^tearllm mirror ~ '" k "/7 f 

Safe ornrat HBvcmrs sfcrwnsro "' " * 1 



tea. 



US 



0S 



1542a Urtngrom Ato^c, Ayt. 1312,J.^i^ Florida 33S» 



Fust t*ni* Second tomm*, tf wy 
Dotted* W«k 




Second TtTvmn&rm wgnacjas 


— ^fr- 


US 




3 r/. - ' ! 


ox^a tfenfe St*«u apt, 14, ^»^?Wida 35612 
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